DART AEROSPACE LTD Work Order:| 246040 


Pe tee мы ee eee 
Part Number: | —D2500-1-190 


Drawing: D2500 Rev. F1 


LONE us Traveller 


К мы РО: 226589213 

a) Extrude as per DWG D2500 
b) Material: 6061-T6 (QQ-A-200/8) 

c) Minimum yield tensile strength = 35 ksi 

d) Minimum ultimate tensile strength = 38 ksi 
e) Minimum elongation = 8% 

f) Order at 190" long 

g) Bon L Canada Inc. tool # 897105 

h) To be packed per DSK 066 

i) Pull test to ASTM standard B221 required. 
j) Material certification is required 


inspect dimensions per Dwg D2500 
Check Pull test per Dwg D2500 for compliance page 
attached. 

Check hardness with Webster tester 


m 
D K 454 
о 21 Үсу ees 
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Dart жо ОО Ltd 


WORK ORDER CHANGES 


Approval 
Chief Eng/ | APProval 


Prod Mar QC inspector 


Part No: PAR 3t: Fault Category: NCR: Yes Ng) DQA: Cy Date: 2/9445 


мск: | 
ЕЗ STEP 


WORK ORDER NON-CONFORMANCE (NCR) 


Description of NC Corrective Achon - кы В - Verification | Approval | Approval 
Section A Initial Action Description Sign & Section C Chief Eng QC Inspector 
Chief Eng Chief Eng Date 


NOTE: Date & initial all entries . 
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DART AEROSPACE LTD 

ў VICTORIA INTERNATIONAL AIRPORT, CANADA 
CHECKED APPROVE! ORAWING NO. REV. F 
ae 74 D2500 SHEET 1 OF 2 


OATE THLE SCALE 
97:09:29 EXTRUSION 


А | звоне | мнв 
[в] воз | ciance TERNAL WEB | 
[96:10:07 | жо Maren. PROPERTES I 
Fi 


96:10:24 | CHANGE MATERIAL TEMPER 
97:09:29 | CHANGE MAT. TO 6061 T 
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1. MATERIAL: 6061-T6 (00-А-200/8) 


MINIMUM TENSILE YIELD STRENGTH = 35 ksi 
MINIMUM ULTIMATE TENSILE STRENGTH = 38 ksi 
MINIMUM ELONGATION = 8 % 


A SAMPLE FROM EACH BATCH WILL BE PULL TESTED TO 
ASTM STANDARD B221 BY AN APPROVED TESTING FACILITY 
TO ENSURE THAT THE BATCH MEETS THE ABOVE 

MINIMUM MECHANICAL PROPERTIES. 


BREAK ALL SHARP CORNERS 0.010 MAX 


TOLERANCES ARE PER DART QSI 018 UNLESS OTHERWISE 
NOTED. 


i. FoR 02500-1, Флет Meet 15 р2500-1- Ххх WHERE ХХ 15 Cut 
ШЕМЕ IN INCHES (ec. p2zxvo-i— 140 15 i40" Lone) 
D2Gto-| Emu ManurACTURED Fem: 4) Bon L DiE * 097105 —> 'reremgp 
b) Cinamon мозг Die ® РАН 28030 
c) cA мп. pig Ë Мң-198808 


FOL U25007 3, Рет мамбет 15 D2x00-3-7 Ma WHERE XXX 1S Cut 
ewet IN IW CHES ( E6. D28%p-3- (0o 15 ioo" Low) De 
DisUo-3 EA Musio MáwuPKCTWLED From САўйтоМ okey De Ë MS- 18867. 
emis 
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Copyright 1996/1997 by DART AEROSPACE LTO WIT HOU 
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йу di му у DART AEROSPACE LTD 
VICTORIA INTERNATIONAL AIRPORT, CANADA 
CHECKED APPROVE DRAWING NO. REV. F 
X ae D2500 SHEET 2 OF 2]. 
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Copyright 1996/1997 by DART AEROSPACE LTD 


Job 
Dart Aerospace Ltd. 


Hawkesbury 

Work Order No 0024669 
Project Name D2500-1-190 
Project For WK545 

Work Order Type Main 


Main WO Number 


House Part Number D2500-1-190 


Description Ext'n -^I' Beam Tube 4" 
Manufactured Yes 

Amount Req'd 80 

Amount Done í 0 

Start Date 10-25-05 

Est Finish Date 11-08-05 
Act Finish Date 

Drawings Reqd No 


Ok for Approval 
Approval Rec'd 


Estimated Actual 
Material Cost 0.00 0.00 
Engineering Hours 0.00 0.00 
Engineering Cost 0.00 0.00 
Production Hours 0.00 0.00 
Production Cost 0.00 0.00 
Packaging Hours 0.00 0.00 
Packaging Cost 0.00 0.00 
OverHead Hours 0.00 0.00 
OverHead Cost 0.00 0.00 
CNC Hours 0.00 0.00 
CNC 0.00 0.00 
Misc. Hours 0.00 0.00 
Misc. 0.00 0.00 
Burden : 0.00 0.00 
Total Cost 0.00 0.00 
Mark up 0.000 0.000 
Selling Cost 0.00 0.00 

Estimated 

Labour Hrs/Amount Done 0.00 

Profits/ (Loss) 0.00 
Page 23 


Costing Report 


Oct 25, 2005 


04:04 pm 
Department Code: 
Burden Flags NNNNNNN 
WO Status Open 
Invoice State Not Invoiced 
Invoice Date 
Invoice Number 
Invoice Amount : 0.00 
Order Entry No : 
OE Value : 0.00 
Est Mark Up 0.000% 
Actual Mark Up 0.000% 


$0 Posted to Finished Goods 


Var. $ Posted To Post 
0.00 0.00 0.00 
0.00 
0.00 0.00 0.00 
0.00 
0.00 0.00 0.00 
0.00 
0.00 0.00 0.00 
0.00 
0.00 0.00 0.00 
0.00 
0.00 0.00 0.00 
0.00 
0.00 0.00 0.00 
0.00 
0.00 

Actual 
0.00 
0.00 


N CERT 


CERTIFICATE OF COMPLIANCE 


BON L CANADA INC 


1850 CLEMENTS ROAD 11/13/05 130483 75470 
PICKERING, ON L1W 3R8 


DART AEROSPACE LTD. DART AEROSPACE LTD. 
1270 ABERDEEN ST. 1270 ABERDEEN ST. 
HAWKESBURY, ON K6A 1K7 HAWKESBURY, ON K6A 1K7 


2,094 LB 1219 FT 


АМ5-ОО-А-200/8 & ASTM B221-00 


Tensile Yield Bend/ 
MPA / KSI MPA / KSI БОЛОО Кин Drift HR- Е 


аға ас а ee Sele nu a Nem. mmm mmm mm Же ша mom mm mA m mum m агае Изел NEN. ага нса now mm RR m "ш аз nA ж 


MIN: .400 .000 .150 .000 .800 .040 .000 .000 EA: .050 
MAX: .800 .700 .400 .150 1.200 .350 .250 .150 TOT: .150 


This will certify that the material described herein has 
been inspected and tested in accordance with Bon L Canada's 
standard sampling and testing procedures or in accordance 
with the requirements of any specifications forming a part 

- of the material description to the extent indicated herein. 
Data of chemical composition for the material and test 
results from samples representative of the material are set 
forth above hereof or in any attachments hereto. This 
information shows that the material meets the applicable 
requirements. Inspection and test records are maintained 
on file. This certificate shall be deemed apart of and 
subject to the terms and conditions of warranty set forth 
on the reverse side of our order acknowledgement form. No 
other warranties are applicable. 


Conchita Ko, QA Manager Signed for Bon L Canada 


